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after a considerable heating period. A large quantity of ebonite goods is made
up by the moulding process, but on account of the duration of vulcanisation
the outlay in moulds would be high. It is, therefore, usual to vulcanise the
article only partially between the moulds and to complete the vulcanisation on
a suitable form. Another method consists in inserting the rubber between
two sheets of tinfoil, and the whole is then stamped from the master mould to
the required shape, the tinfoil preserving the contour of the article during
vulcanisation.